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Amendments to the Claims: 

This listing of claims wil l replace all prior versions, and listings, of claims in the 

application. 

Please amend Claims 1 and 27 as indicated herein. 
Please cancel Claims 29-32. 

1. (CURRENTLY AMENDED) An adhesive composition comprising at 
least one natural or synthetic elastomer, at lease least one styrenc ethylene- 
butylene styrene block copolymer, at least one heat reactive alkyl phenolic 
resin having a hydroxymethyl reactive group* arid at least one phenolic 
antioxidant 

2. (ORIGINAL) The adbesive composition of claim 1 further comprising at 
least one accelerator activator. 

3. (ORIGINAL) The adhesive composition of claim 2 wherein said at least 
one accelerator activator is selected from the group consisting of zinc 
oxide, magnesium oxide, and lead oxide. 

4. (ORIGINAL) The adhesive composition of claim 3 wherein said at least 
one accelerator activator is zinc oxide. 

5. (ORIGINAL) The adhesive composition of claim I further comprising a 
tackifier. 

6. (ORIGINAL) The adhesive composition of claim 5 wherein said tackifier 
is a hydrocarbon resin. 

7. (ORIGINAL) The adhesive composition of claim 1 Further comprising a 
component selected from the group consisting of antimicrobials, 
antibacterials, and antifungals. 

8. (ORIGINAL) The adhesive composition of claim 1 further comprising an 
inorganic filler. 

9. (ORIGINAL) The adhesive composition of claim I wherein said at least 
one natural or synthetic elastomer is selected from the group consisting of 

2 

PAGE 3/8 * RCVD AT 8119/2004 9:19:23 AM [Eastern Daylight Time] * SVR:USPT0-EFXRF-1/1 * DN1S:8729306 * CSID:15082616225 * DURATION (mm-ss):02-06 



.08/19/2004 09:18 15082616225 



TYCO LEGAL 



PAGE 04/08 



Docket No. 1123K 

Application Serial No.: 10/071,801 

Response to OA mailed June 2 1 , 2004 

a styrene isoprene block copolymer, a butyl rubber, a natural rubber, and 
mixtures thereof, 

10. (ORIGINAL) The adhesive composition of claim 1 wherein said at least 
one styrene ethylene-butylcne styrene block copolymer is a maleic 
anhydride modified styrene ethyl ene-butylene styrene block copolymer. 

11. (ORIGINAL) The adhesive composition of claim 1 wherein said heat 
reactive alkyl phenolic resin has hydroxymethyl and halomethyl groups, 

12. (ORIGINAL) The adhesive composition of claim 1 1 wherein said heat 
reactive alkyl phenolic resin is heat reactive brominated octylpbenol resin. 

13. (ORIGINAL) The adhesive composition of claim 1 wherein said at 
least one phenolic antioxidant is a hindered phenol. 

14. (ORIGINAL) An adhesive composition comprising: 
a. 19.3 weight percent natural rubber; 

b- 3.2 weight percent of a styrene ethylene-butytene styrene block 
copolymer; 

c. 9.8 weight percent styrene isoprene block copolymer; 

d. 0. 1 weight percent reclaimed butyl rubber; 

e. 0.8 weight percent butyl rubber; 

f. 1 .0 weight percent of a phenolic antioxidant; 

g. 0.7 weight percent of a heat reactive alkyl phenolic resin having a 
hydroxymethyl reactive group; 

h. 1 .6 weight percent titanium dioxide; 

i . 0.8 weight percent antimicrobial; 

j. 30.4 weight percent calcium carbonate; 

k. 1 .7 weight percent zinc oxide; 

1. 0.02 weight percent odor mask; and 

m. 30.5 weight percent hydrocarbon tackifying resin. 

15. (ORIGINAL) The adhesive composition of claim 14 wherein said styrene 
ethylene-butylcne styrene block copolymer is maleic anhydride modified 

3 
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styrene ethylene-butylene styrene block copolymer; wherein said phenolic 
antioxidant is pentaerythtityl tetrakis [3-(3,5-di-tert-butyl-4- 
hydroxyphenyl propionate]; and wherein said heat reactive alky] phenolic 
resin having a hydroxymethyl reactive group is heat reactive brominated 
octylphenol resin. 

16. (ORIGINAL) A tape comprising the adhesive composition according to 
claim 1. 

17. (ORIGINAL) A tape comprising at least one backing having deposited 
thereon a layer comprising the adhesive composition according to claim 1. 

18- (ORIGINAL) The tape of claim 1 7 wherein said backing is selected from 
the group consisting of a natural polymer, a synthetic polymer, and 
mixtures thereof, 

19. (ORIGINAL) The tape of claim 18 wherein said synthetic polymer is a 
polyolefin. 

20. (ORIGINAL) The tape of claim 19 wherein said polyolefin is a 
polyethylene. 

2 1 . (ORIGINAL) a tape comprising: 

a. At least one backing; 

b. a first layer comprising the adhesive composition according to 
claim 1, having a reinforcement dispersed therein, deposited on a 
surface of the backing; and 

c. a second layer comprising the adhesive composition according to 
claim 1 deposited on said first layer. 

22. (ORIGINAL) The tape of claim 21 wherein said backing further 
comprises a metal containing layer deposited on a surface of said backing 
layer on which no adhesive has been deposited. 

23. (ORIGINAL) The tape of claim 21 wherein said backing is selected from 
the group consisting of a natural polymer, a synthetic polymer, and 
mixtures thereof. 
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24. (ORIGINAL) The tape of claim 23 wherein said synthetic polymer is a 
polyolefin. 

25. (ORIGINAL) The tape of claim 24 wherein said poIyoJefm is a 
polyethylene. 

26. (ORIGINAL) The tape of claim 21 wherein said reinforcement is a woven 
fabric scrim. 

27. (CURRENTLY AMENDED) A method for covering a closure system for 
use with air ducts and air connectors by applying a tape selected from the 
group consisting of the tape in accordance with claim 17 or and the tape in 
accordance with claim 21 . 

28. (CANCELED) 

29. (CANCELED) 

30. (CANCELED) 

31. (CANCELED) 

32. (CANCELED) 

33. (CANCELED) 
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